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Anode : 0.4mg Pt/cm 2 
Cathode : 0.38mg Pt/cm 2 
— * — , — * — CCM manufactured by a 
conventional system 

• , — o — CCM manufactured by spraying 
the preheated catalyst solution 
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Fig. 3 
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Anode : 0.42mg Pt/cm 2 
Cathode : 0.45mg Pt/cm 2 
■ GDL-MEA manufactured by 
a conventional system 

• GDL-MEA manufactured by 
spraying the preheated catalyst 
solution 
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